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BASIC-ABSTRACT: 



Release film is prepd. by embossing a uniaxially drawn poly ( 4 -methyl ■ 
1 -pentene ) 

film so that both surfaces of the film are roughened. 

Prodn. of the release film involves uniaxially drawing the melt- 
extruded film, 

and surf ace -roughening with emboss rolls under high temp, pressure 
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conditions . 

Pref. release film has an average surface roughness of 0.5-10 micron. 
The 

embossing is conducted at 100-220 deg.C, 50-200 kg/sq.mm. The 
drawing is 

conducted at a draw ratio of 2.5-6. 

USE/ADVANTAGE - The release film is used for prodn. of the outer 
layers, e.g., 

composed of a prepreg and a Cu foil, of multiply printed circuit 
boards . The 

release film is placed on the prepreg overlayed on the Cu foil. 
Then, the 

laminate is sandwiched between hot plates and heat -pressed. The 
prepreg is 

surf ace -roughened, This contributes to high bonding strength. This 
film, 

having a high rigidity, is prevented from creasing, and the embossed 
pattern is 

kept during the press moulding of the laminate. 
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